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© Method of producing an oxide superconductor without a sheath and an oxide superconductor produced by the method. 
© A method of producing a superconductor including a 
superconductive oxide. The superconductive oxide is rep- 
resented by the formula 

AkByQzD** 

provided that the A is at least one selected from the group 
consisting of Sc, Y. La, Ce, Pr, Nd. Pm, Sm. Eu. Qd. Tb. Dy, Ho, 
Er. Tm. Yb and Lu. the B is at least one selected from the group 
consisting of Be, Sr. Mg, Ca, Ba and Ra, the C includes Cu, the 
D includes O, about 0.1 £ x £ about 2.0, about 1<yS about 
3. about 1izS about 3, 0 * & s 5. or by the formula 
AiByCazCuiOj 

provided that the A includes Bi or Tl, the B Includes Sr or Ba, 
about 1ixS about 3, about 1 £ y < about 3. about 0 S z < 
about 3 and about 0 i < about 4. A filling material is charged 
into a metallic pipe for forming a preform. The filling material Is 
at least material selected from the group consisting of a starting 
material powder of the superconductor, a powder of lite 
superconductor and a compact made of the starting material 
powder and/or the superconductive powder. The preform is 
reduced in cross-sectional area for forming a composite 
including a core, made of the at least one fiQing material, and a 
metallic sheath covering the core. The metaUic sheath of the 
composite is removed for exposing the core. The exposed core 
is heat treated for producing the superconductive oxide. 
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Description 

METHOD OF PRODUCING AN OXIDE SUPERCONDUCTOR WITHOUT A METAL SHEATH AND AN OXIDE 
SUPERCONDUCTOR PRODUCED BY THE METHOD 



Background of the Invention 

Intense efforts in research and development are directed toward superconductive oxides for practical use 
rS '^ 8 °? S ° f t !' e . nUclear ma 0 netic resonance imaging apparatus, magnet coils of the particle 
accelerator the power transmission line and a like use. The present invention relates to a method of producing 
r™£?? * B ? hibltS exce,lent superconductivity, particularly high critical current density as 

compared to the superconductor produced by the prior art method. Some of the Inventors proposed oxide 
superconductors in the following applications as joint inventors: U.S. Patent Application Serial No. 7/170 019 
filed March 18, 1988 entitled "Method of producing a superconducting wire and a superconducting wire 
d ff cord ' n S i to «» same" ; U.S. Patent Application Serial No. 7/170.018 filed on March 18. 1988 entitled 
TV. f. P™ ducin S oxlde superconducting wire and oxide superconducting wire produced by this 
m nH h0d , h : nf Pat l" 1 A PP ,ication N °- 7/191 - 43 e fed on May 9. 1988 entitled 'SuperconducBve efectric wire 
and method for making It"; U.S. Patent Application Serial No. 07/178.223 filed on April 6. 1988 entitled "Oxide 
superconductor and manufacturing method thereof; end U.S. Patent Application Serial No. 07/219 433 filed 
20 on July 15. 1988 entitled "Method of producing a superconducting wire including an oxide superconductor' 
The disclosure of each of these five U.S. patent applications is incorporated herein by reference 

Recently, various superconductive oxides with high critical temperatures (Tc) have been discovered For 
producing superconducting wires including such superconductive oxides, for example, Y-Ba-Cu oxide there 
has been proposed that a powder mixture which includes Y2O3 powder, BaO powder and CuO powder is 
charged Into a metallic pipe, which Is then diameter reduced to form a composite wire, which Is In turn heat 
treated for a solid-state reaction so that the superconductive oxide is produced in the core. According to such 
a method. It Is however difficult to Improve critical current density of the superconducting wire in spite of 
vanous efforts. 

With Intensive study, we have found that this difficulty Is caused by a fact that during the heating treatment 
30 the oxide core is damaged by tensile stresses due to the difference in thermal expansion between the metallic 
sheath and the oxide core, so that the superconductivity of the superconducting wire is degraded Our 
expenments revealed that the sheathed superconducting wire above described exhibited 1/2 to 1/5 in critical 
current density of a bulk material of the same superconductive oxide. 
Accordingly It is an object of the present invention to provide a method of producing a superconductor 
35 which exhibits excellent superconductivity, particularly high critical current density as compared to the 
superconductor produced by the prior art method. 

Summary of the Invention 

40 

With this and other objects In view, the present Invention provides a method of producing a superconductor 
without a metallic sheath, the superconductor including a superconductive oxide. The superconductive oxide 
is represented by the formula 
AxByGzDV.fi 

provided that ihe A is at ieast one selected from the group consisting of Sc, Y, La f Ce, Pr, Nd, Pm, Sm, Eu, Qd, 
Tb, Dy f Ho, Er, Tm, »Yb and Lu, the B is at least one selected from the group consisting of Be Sr Mg Ca Ba 
and Ra, the C includes Cu, the D includes O, about 0.1 ^ x ^ about 2.0, about 1 £ y S about 3. about 1 k z 
5 about 3, 0 S 6 S 5, or by the formula ' 5 

A*ByCazCujOj 

provided that the A includes Bi orTI, the B Includes Sr or Ba. about 1 £ x 3 about 3, about 1 £ y 5 about 3 
about 0 25 z S about 3 and about OSig about 4. A filling materiaJ Is charged Into a metallic pipe for forming a 
preform. The fining materiaJ is at ieast one material selected from the group consisting of a starting materiaJ 
powder of the superconductor, a powder of the superconductor and a compact made of the starting material 
powder and/or the superconductive powder. The preform is reduced In cross-sectional area for forming a 
composite including a core, made of the at least one filling material, and a metallic sheath covering the core. 
The metallic sheath of the composite is removed for exposing the core. The exposed core is heat treated for 
producing the superconductive oxide. The superconductor of the present invention may be in the form of a 
wire, multifilamentary wire, cable, ribbon, bulk shape and other like configurations. 
Another aspect of the present invention is directed to a superconductor produced by the method above 
60 mentioned. 
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Brief Description of the Drawings 

In the drawings: 

FIG. 1 is an larged cross-sectional view of a preform according to the present invention; 
F G. 2 is an enlarged cross-sectional view of a modified form of the preform in FIG. 1 ■ 
FIG. 3 is an enlarged cross-sectional view of a composite wire produced by diameter reducing the 
preform in FIG. 1; 

nrfforUl! ^fno^^ ll \ us1raXlory rt a rotarv ^ging machine, in which a composite wire of the 
preform in FIG. 2 is introduced; 

FIG. 5 is a diagrammatic illustration of another swaging machine for further swaging the composite wire 
processed in the swaging machine in FIG. 4; 

composrteln RG 9 3 ,ar9ed Cr ° SS ~ sectional ™ w of me core obtained by removing the sheath of the 

FIG. 7 is a perspective view of the induction heating appliance used in one preferable mode of the 75 
present invention ; 

FIG. 8 is a diagrammatic illustration of a modified form of the induction heating appliance in FIG 7- 
c I? " <n a " enlarged rece P ta cle for recovering a molten metal in the heating appliance in FIG 8 • ' 
invention " Bn,ar9ed cross - sectionai view of a superconductor coated according to the present 

FIG. 1 1 is an illustration of a hot dipping process used in one preferred mode of the present invention- 
FIG. 12 is an enlarged cross-sectional view of a heat treated core coated with a buffer layer according 

to the present invention; * 
FIG. 13 is a cross-sectional view of the coated core in FIG. 12 sheathed with a metallic sheath- 
FIG 14 is a perspective view of an apparatus for producing a multifilamentary superconductor 

according to the present invention; 

FIG. 15 is an enlarged cross-sectional view of the multifilamentary superconductor produced bv the 
apparatus in FIG. 14; and 

FIG. 16 is an enlarged cross-sectional view of a modified multifilamentary superconductor in FIG. 15. 
Detailed Description of the Invention 
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The superconductive oxide 

In the A*B y CD 7 .6 superconductor of the present invention, the C may include Cu or Cu plus at least one 
element among Ag, Au and Nb and the D may contain O or O plus at least one element among S. Se Te Po F 

Jo' l nd S C cmc exam P les are: Bao.iSro.osU^YbaasCuO^Fo.e; Bao.iSraosLa^Ybo^CuasAgoiOaaFae ; 
and BaoiSraosLaisYboffiCuosAuoiOssFoB. In YKBa y Cu*07* superconductor, preferably x-1 y-2z»3 0 <8 
< 1 , typically 6 is about 0. and the oxide superconductor is orthorhombic. in Laa. k B h Cu04, preferably 0 < k < 40 

?! rf d t5 ? ,C o y " T ^ 0 J 5 -J ypical exam P ,es of the AxByCazCuA are BfeS^CaaCusO,, BizSraCaiCuaO,, 
TliCa2Ba3Cu40 jf TI 2 Ca 2 Ba 2 Cu30 jl T^C^BaiCuaOj. Other typical examples of the superconductive oxide 
according to the present invention are La2Cui04-m, BaKBi0 3 , and BaPbBi0 3 . 

The filling material 

The filling material according to the present invention may include: a starting material powder, including the 
elements which constitute the oxide superconductor; a green compact of such a starting material power 
calcined green compact of the starting material powder; and a superconducting material obtained by sintering 
the green compact or by pulverizing the sintered compact. The filler may be in the form of powder granule 
compacted body of such a material or a mixture thereof. & 

The starting material power may contain : for example, a mixture of a powder of the A element or elements a 
power or a carbonate of the B element or elements, and a powder of the C element or elements; a pulverized 
calcined powder of such a mixture; or a like powder. The powder of Ilia group elements, Sc.Y La Ce Pr Nd' 
Pm Sm Eu, Gd, Tb, Dy, Ho, Er, Tm, Yb and Lu, may be in the form of a powder of a compound such as a 
carbonate, oxide, chloride, sulfide, oxalate and fluoride thereof and in the form of an alloy powder thereof. As 55 
the Ilia group powder, an oxide powder thereof with a particle size about 5 urn or smaller is preferably used. 
The powder including Bi may be a powder of an oxalate thereof and the powder containing Tl may be a powder 
of Tl 2 0 3 . The powder of Ha group elements, may be in the form of a powder of a compound such as a 
carbonate, oxide, chloride, sulfide, oxalate and fluoride thereof and in the form of an alloy powder thereof As 
the lla group powder, a carbonate powder thereof with a particle size about 3 jim or smaller is preferably used. 60 
The powder containing copper may be a powder of a copper oxide Including CuO. Cu 2 0, Cu 2 0 3 and CU4O3 A 

.nlnn^H^ IF*** ft °1 ab ° Ut 3 ^ ° r M " is The mixing ratio of these 

E Zt * o S "!? su P erconducto '- Y 1 Ba 2 Cu 3 0 7 ^. Y2O3. BaCOa and CuO powders are 

E?3S£ S ° 1 Ba : Cu - 1 : 2 : 3 at mole ratio. The starting material powder may have a particle 
size of about 4 urn or smaller, preferably about 1 to about 2 urn. Within such a preferable range excellent heat S5 
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diffusion of elements of the superconductive oxide may occur 

aqueous solution. The amount of the other acids S^Xto tSfi^^^^?* 
ammonia is preferably used. Then, the neutralized aqueous isolutter fls h^aiec U^Lr^^™*' ^T° US 

is cameo out by controlling pH of the aqueous soution by addina a basic mai*r\*\ e ,.^K « « w H«^uon 

The filling material may be calcined at about 500 to about 1 000° C for about 1 to about 1 00 hours in an nwnon 
SSl^fl Wn gas with an oxygen purity of 90o/ 0 or mo« ?S£S « STC 
removing carbonates and carbon which are contained in It When the hioh nurf^ ^^L~7 * \, / V 

mSJL?™ L k cm/ "iin or more. The calcining may be repeated if necessary. Subsequently; the calcined flfflna 

C a 0mf>act T y , b ° 60 0/0 ° r more of me theoretical density which has zero poSj ft is 
preferable to obtain a compact of a green density about 70°/o or more of the theoretical denslT 

JSES? " VenZ l d fi "^ 9 material be char9ed int0 a rubber tube - "aving enclosed end which is 
evacuated in a vacuum chamber to a vacuum level, for instance, about 10 -4 mmHo for ShtoZ. n 
*e core heat treated and then is sealed by closing the other ooen en 2£S^^SS2S5 

eZr re oT^e P n d th W e ^ b a h S ° n h Sr" -0 Tl ih " t 8UCh M ° f 8 

sealing thereof. Then, the rubber tube, wrapped with the synthetic resin, is pressed by means of a hvdrostatin 
S^dSh^" t0 ,0 ~ a COm " act ,n me sa ™ ™™er as in the forming of "the ^KSSJX 
2S7ti SSL ™. Compact , tnus P u repared "ttle air holes and hence has a relatively hlghXnSS 
Sn may b ! SUb,eCt t0 ,ha subse q^"t intermediate sintering described below 

IS SdSS »nf d 81 ab °, Ut 7 ^ t0 ,b0ut 1 1 °°° C f0r ^ 1 10 ^""t 1 °° hours, prefera^? a 

aoout 800 to about 1 000' C and more preferably at about 850 to about 950 "C for about 1 to about SO hours in 

o? 2 7?r S a Phere - T aUCh a " wintering. tne sintered J^^^fSSSSSS£ 

££EJV? thB theorsticaJ de "s"y. This sintered density of about 75<M» 0 r more provides 

preferable sintered density, that is. about 82 <tb or more, of the sintered core of the composite w°re by t heat 

2355. SUbS ° qUent f ° r9in9 ° r «""«««■' aree reduction whlon^be JSSH 

.^ h8 w th ! ™.!? d ? en8l1y 01 a slntered C0 "iPa«=t which has been subjected to the intermediate sinterino is 
a e ^ ab h OUt J W/B r ab H out75,V0 • the diameter reduced core may have a green denZ crf abowTsZo 

noThel nVurinTf dens "y h which P™* 96 a 8 "ffl««"t amount of oxygen to the inside of % fcS Sal 
h°J„n l ,? subse( ' ue^, heat treatment for producing a superconductive oxide, so that the sintered core 
7E2ISS. SUp9rC0ndUCtiV,1y may be broduced a -"«— of a^out 9i* or more oS 

The filling material of the superconductive material may be prepared by calcining the starting material 
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powder at about 500 to about 1000°C for about 1 to about 50 hours, pressing the calcined powder to form a 
SSo"aoo^ 

^ii^^J^^^Z^T^^ or oxygen-containing atmosphere, which wil. be stated in 
oxJde ^Z^^ES^ 7^ h u Mt treatment • tor Producing a superconductive oxide. For Y-Be-Cu 

ox.de superconductor, the compact is heated preferably for about BOO to about 1000«C for 1 to about 50 

Iuo^Snd„r!!n n h - a ! ^ a,ed J com P a « " Pulverized to obtain a predetermined particle size of the 
superconducting matenal powder. These pressing, heeling and pulverizing operations may be repeated for 

powdT! 9 LET* 0dn8 rnateria ' P0Wd6r ° f a compositfon 't^ 

* 18 8elected , a conventional method, such as sedimentation, to have a particle size of tSv 

X.eSed^ 

described subjected to intermediate sintering in the same manner as previously 

The metallic pipe 

nnwf r?f 0 T ac f rdin 9 to the P rese "t invention may be made of. for example, copper a copper alloy a 
noble metal such as s.lver. gold and platinum, an alloy of such a noble metal, alu^num a^d a Sess stL? 

tSZ be TV* ° f ° mer mBtalS 0f P |astic materials °tner than metals S,eeL 
The hickness of the metallic pipe is preferably about 10 to about 25 o/ 0 0 f the outer diameter th«™of Th« 

diame S ll^'*™* * the meta " iC pipe should ba 8uch « noCduce^ SStal ^5e 
diameter reduced composrte w.re having a predetermined diameter. The upper limit is determined 7vlawcS 
both the pressure transmittance to the core and the cost of the metallic pipe. TO,erm,ned in v,ew 01 

The preform 

m^in^T^ i8Char 9 ad mto the pipe to form a preform. FIG. 1 Illustrates a preform 3 which 

powder' 5S2SS£! prese £ ,nvention ' PjeP™* ** '"sorting a compact 2. made of a superconductor 
powder, into the metallic pipe 1 . The compact 2 may be made by pressing and then sinterino a oreen CQinDa d 

fs orefeSe ^ 8 she " ln a conventional hydrostatic press machine, tt 

smafaTS SSI'S SS < ^ COmpaCt 2 a " d the metallic pipe 1 ■ which «■ «und the compact 2. is as 
Seter^duclton 9 ' nS Pr6SSUre ^ SUffiCient,V apP " ed t0 the COre com P act tha subsequent 

meSS^ SifEJ* f,,,i ? fl !r, atenaJ 2 maV be ' «*n*8 to the present invention, charged into a 
of * ?SSbS?m^ 2LS "h re M 4 ' S Concan,r,canv arra "9 ed ,0 *™ a P"*°rm 5. The core wire^ is made 
durinr, ^ ?,Zty It 01 ^ h ' Ch d0eS n0t ,ake OXVflen awav from the filling material 2 in the metallic pipe 1 

ffi^^£ffi^ l ^T^r", 0,W Sh ° U,d haV6 a hi9h tenSi,e S,renoth wtth ^emng^nt 
SumTnd ! V Ud6, f ° r exam P |e - a me tal wire, such as of silver, gold, platinum, titanium 
1™« ZSt i a " d 3 Ceram,C fiber such 48 a fiber, silica fiber and alumina fiber. The 

fiZ ™S - 9 ? ° f * e ?° re Wire 4 nas preferab,v about 1 ° °* or less of the cross-sectional area of ihe 
St B to th» in . thB meta " lC Pipe 1 - With about 10 0/0 ° r le8s - tha «re wire 4 provides excellent 

sfrength «here 0 r rC0 " ^ " the °° re ° f the C ° mp08ite wire and in "»ehiS 

The diameter reduction 

coSDStaSKJ^i 0 ^ ""ST? 3 . 3nd 5 may be con vontionally diameter reduced and formed Into a 
s X !l . by well-known methods, for example, drawing with a die. rolling with grooved rolls or awaging 
sSth 7 ^ , r 9,n s 0 'I° P redetermined dia ^eter. The diameter reduced composite wire 6 has a metallic 
** 7 ,t ^ 8 Shea,hed Wrth me Shaatn 7 - The diamater reduc,i °n operation may be repeated. It is 

F _ (S1-S2) x 100/Si * 50 

wlTs f J. 8 "* 1 * f V^ 86 - 8 * ctionel area of the preform 3, 4 and the diameter-reduced preform or composite 
mther' SSS^ 8-0 !? 10 ° f the ratio F - ,he number of ma reduction oSons 

■Se SSZ 8 , ey ° 1? 3b0Ut 1° <V0 ' " ,ak8S rather l0 "9 P eriod of tha Processing time. 
swacrtnS S A « ?i 4 p.h preferab| y diametar reducad by rotary swaging using a conventional rotary 55 
forced foTe Slv moJl ts' V*? * 5^ ° f di6S 10 8/6 afran9ed ab0Ut 80 4x18 X therec " and ar « 
SJi5 5S5^T2i • k° * ° the arrOW a) dur,ns ro,a,,n 9 Bbout ,he axis x < ln tha difa «ion of 
orefo™ S AJSL?SE 9 9 n Ch,ne A ' S arTan9ed 30 tnat tne dies 10 surrou nd the traveling path of the 
KTJ;!St d i 8 3 n .fuPPorted to be movable perpendicularly to and to be rotatable about "hVtraveling 

ElJTiZZSZ? 88 '? C,inBd ,8Ce 12 indined t0 tna 8x19 X 80 th3t the incli " ad fa « a 12 thereof 60 
define a substantially conical working space 14 tapering forwards 

oushSThl^H 0 "- tn V otar y swa 9 in 9 machi ne A is actuated and then one end of the preform 5 is 
?he oreto™ »f BCe 14 of me rotar v swaging machine A along the traveling path thereof 

215 Zl Zl v ^ ^ dUC u d fr ° m 118 °" e end bv ,ne dies 10 - which "e radially reciprocated and rotated 
about the ax,s X. and ,t ,s thereby shaped into a compostte wire 16 and hence me rotan/ swaging pro JSes a 65 
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fairty large forging ratio to the preform 5 as compared to other conventional forging methods. In this rotary 
swaging machine A, the processing speed or the travelOng speed of the preform 3, 5 through it is preferably 
about 0.1 m to about 10 m/min. 
When needed, the composites 6, 16 may be further diameter reduced to a predetermined diameter by 

5 means of another rotary swaging machine B in FIG. 5 which has a conical working space 20 smaller than that of 
the first rotary swaging machine A. In this second diameter reduction, the composite 6. 16 is swaged from the 
other end to the one end while in the first diameter reduction, it has been diameter reduced from the one end 
to the other end. Such change in the swaging direction along the axis X provides an increase in green density 
of the core 6 In the sheath. The swaging operation may be repeated more than twice. In which case the 

10 direction of swaging may be changed in each operation or with intervals of a predetermined number of 
swaging. 

The composite wire 6, 16 undergoes the rotary swaging until the green density of the core 8 reaches to 
about 75 % or more, preferably to about 77 <Vb or more of the theoretical density. With the green density of less 
than about 75<Vb, superconductivity of the produced oxide superconductor may be degraded since there is an 
15 upper limit of increase in density of the core in the the subsequent heat treatment, which will be described 
hereinafter. The core of composite wire 6, 16 may have a green density of about 75QA> or more by other 
conventional methods such as die forging. 

The removal of the metallic sheath 

20 The metallic sheath is removed form the composite, diameter reduced, to expose the core 22 thereof to the 
atmosphere as illustrated in FIG. 6. 

The removal of the metallic sheath may be, according to the present invention, carried out by dipping the 
diameter reduced composite Into a solution of an acid or an alkaline, as a treating liquid, for dissolving the 
sheath. More specifically, a strong acid such as dilute nitric acid may be used for dissolving a metallic sheath 

25 made of silver, copper or their alloy. 

When an alkali soluble metal which is soluble in an alkali solution is used for the metallic sheath, an aqueous 
solution of an alkali, such as sodium hydroxide, potassium hydroxide, calcium hydroxide, sodium carbonate 
and potassium carbonate, may be adopted as the treating liquid. When aluminum is used for the sheath an 
aqueous solution of an alkali, such as sodium hydroxide, may be used. Conditions of removing of the metallic 

30 sheath depend on the material thereof. When aluminum or its alloy is used for the sheath, removal thereof may 
be carried out at room temperatures. When Iron or its alloy is used, the metallic sheath is heated, during which 
It is treated with a concentrated aqueous solution of an alkali, such as sodium hydroxide in the existence of 
oxygen. Aqua regis may be used for dissolving a metallic sheath of a stainless steel. Hydrochloric acid may be 
used as the treating liquid according to the material of the metallic sheath. 

35 For preventing impurities from entering into the superconductor and the manufacturing facility from being 
corroded from the treating liquid, It is preferable to wash the exposed core 22 with water or to neutralize the 
treating liquid, adhered to the exposed core 22, after washed with water. 

In the present Invention, the metallic sheath may be machined for removing it, but care should be taken not 
to break or damage the brittle core 22 particularly when the wire 6 is fine. 

40 Alternatively, the metallic sheath may be, according to the present invention, removed by high frequency 
induction heating to expose the core 22 and continuously the exposed core 22 may be heat treated for 
producing the oxide superconductor. In this removing method, the diameter reduced composite 6, 16 may be 
continuously introduced, as illustrated in FIG. 7, into a heating tube 30 having a glass tube 32, made of a heat 
resisting glass, silica glass or a like glass, with an Inner diameter of about 10 to 20 mm and length of about 40 

45 m. The glass tube 32 is arranged in an inclined manner such that the inlet of thereof is lower than the outlet 
thereof as shown In FIG. 7 so that a molten metal may flow out of the inlet. The heating tube 30 has high 
frequency Induction heating coils 34, wound around the glass tube 32, and is provided with a plurality of, three 
in this embodiment, oxygen supply tubes 36 mounted to the glass tube 32 to communicate to the Inside 
thereof. Thus, there are provided five heating zones, that is, a first heating zone 38a. second heating zone 38b, 

50 third heating zone 38c, fourth heating zone 38d and fifth heating zone 38e from the inlet to the outlet. High 
frequency current of about 5 kHz to about 500 kHz is supplied from a power source to respective coils 34 to 
provide outputs of about 1 kW to about 100 kW. In this heating tube, high frequency current of 25 kHz is 
supplied to the first, second, third, fourth and fifth healing zones 3Ba-38e to yield outputs of 30, 10, 5, 1 and 1 
kW, respectively. The length of the first heating zone 38a is about 10 m and the length of each of the other 

55 heating zones 3Bb-38e is about 5 m. When the composite 6, 16 is introduced into the energized first heating 
zone 38a of the heating tube 30, eddy current is generated in the metallic sheath 7, so that the latter is melted 
and removed from the composite 6, 16 to thereby expose the core 8. In this event, no substantial eddy current 
is generated in the core 8 since It has a volume resistivity of 10~ 3 to 1 H«cm and hence it gradually heated by 
dielectric loss. Then the core 8 is subsequently moved to the second to fifth heating zones 38b to 38e. Since 

60 outputs of the heating zones 38a to 38e are gradually reduced, the core 8 is heated at the highest temperature, 
in this heating tube 30, of about 900°C and then gradually cooled. The speed of the slow cooling depends on 
the output and the length of each heating zone 38a-38e and traveling speed of the core 8 in the heating tube 
30. For preventing cracks from occurring due to rapid cooling, It is preferable to gradually cool the core 22 at a 
speed of about -50 to about -500°C/hour while It is cooled from about 900° C to about 400° C. This induction 

65 heating is carried out in an oxygen atmosphere. More specifically, hot oxygen gas which is previously heated is 
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introduced into the glass tube 32 through the oxygen supply tubes 36 to form the oxygen atmosphere, in which 
the exposed core 22, from which the metallic sheath 7 has been removed, is induction heated and then 
gradually cooled by the high frequency induction heating coils so that an oxide superconductor with fine 
crystal structure is produced. In case of production of Y-Ba-Cu-0 superconductor, the transformation from a 
cubic system to a rhombic system thereof may be smoothly carried out with this heating tube 30. Then, the 5 
exposed core 22 is pulled out of the heating tube 30 and Is preferably cooled at a speed of about -50 to about 
-500 c C/hour for preventing cracks from being produced due to rapid cooling. The slow cooling may be carried 
out in a furnace using a conventional heater without use of the second to fifth heating coils 38b-38e. The core 
22 which is issued out of the heating tube 30 may be further heat treated for annealing. 

The molten metal of the metallic sheath 7 may be transported to the outside of the heating tube 30 by 10 
arranging the latter in an inclined manner so as to discharge it by gravity. Alternatively, a molten metal receiving 
tape may be introduced into the heat tube 30 so that It passes just below the composite 6 for receiving the 
molten metal of the metallic pipe 7 and then, the tape is pulled outside to issue out from the heat tube 30 for 
recovering the molten metal. 

A modified form of the heating tube 30 in FIG. 7 is illustrated in FIG. 8 in which another heating tube 40 is 15 
vertically arranged. The composite wire 6 is pulled out from a reel 42 and is then introduced via a roller 44 Into 
the vertical heating tube 40. The wire 6 or the core 22 concentrically passes through the heating tube 40, where 
the metallic sheath 7 is melted at heating zones and then the exposed core 22 Is gradually cooled at the slow 
cooling portion 42b at an appropriate speed of about -50 to about -500 °C/hour. The molten metal falls to the 
bottom of the heating tube 40 where it is preferably collected in a cup 44 (FIG. 9) coaxially located Just below 20 
the heating tube 40 although the cup 44 is not illustrated in FIG. 8. The composite wire 6 is pulled upwards and 
coaxially passes the cup 44 through a hole 46 formed through the bottom thereof. The cup 44 has a discharge 
pipe 48 Jointed to its bottom 44a for discharging the collected molten metal to the outside. The exposed core 
22 which has issued from the heating tube 40 is subjected to dip forming at a bath, E tor forming a coating 50 
(FIG. 10) and then is wound via a roller 52 around a winding reel 54. In this heating tube 40. the wire 6 and the 25 
core 22 vertically passes through the heating tube 40 and hence it is kept vertically without excessive tension 
for pulling it. This is more preferable for preventing cracks due to tension from occurring than in the heating 
tube 30 in FIG. 7 where the wire 6 and the core 22 should be kept tight not to touch the inner face of the heating 
tube 30. 

30 

The heat treatment 

After the metallic sheath 7 is removed, the exposed core 22 may, according to the present invention, 
undergo the heat treatment outside the heating tubes 30, 40 to produce a superconductive oxide without 
being subjected to the heat treatment within the heating tubes. The heat treatment may be made in any oxygen 
atmosphere with oxygen content of about 90 volume <Vb or more at about 800 to about 1100°C for about 1 to 35 
about 500 hours. This heat treatment is preferably carried out at about 850 to about 920° C for about 1 to about 
lOOJiours. Below about 850°C, it takes a considerable time to Increase the sintered density and above about 
920° C, the crystal grain of the oxide superconductor is liable to have a columnar structure and hence 
clearances between crystal grains may become relatively large, so that the sintered density may decrease. For 
producing a Y-Ba-Cu oxide superconductor, after the heat treatment the core is preferably gradually cooled at 40 
-100° C/hour and may be maintained at about 400 to about 600° C for about 5 to about 50 hours for 
transforming a cubic system to a rhombic system of the crystal structure during the slow cooling. With the 
oxygen concentration of about 90 volume °/o or more, excellent superconductor may be produced. The purity 
of the oxygen gas is preferably about 90 % or more and flow rate of such high purity oxygen gas may be about 
0.5 to about 5 litres/min. The heat treatment may be carried out in a pressurized atmosphere, in which the 45 
pressure of oxygen gas is preferably about 1.5 to about 5 atmosphere. The core 8 becomes an excellent oxide 
superconductor since it is exposed to the oxygen atmosphere and is supplied with a sufficient amount of 
oxygen from the atmosphere. Furthermore, the metallic sheath is removed from the core 8 during the heat 
treatment, and hence any crack due to stresses which may be caused by the difference in thermal expansion 
coefficient between them occurs. When the preform is subjected to the rotary swaging as previously 50 
described so that the green density of the core 8 reaches to about 75Qrt> or more of the theoretical desity, the 
sintered density of the heat treated core 22 may become about 90 to about 95<Vt> of the theoretical density, 
which provides an excellent superconductivity to the finished superconductor. When the green density of the 
core of the composite is 820/o or more, then the sintered density of the heat treated core may be about 91 <Vb or 
more. * ^ 

Instead of the oxygen atmosphere, other gases, such as an oxygen gas mixture including, Vlb group gas, 
such as S. Se. Te or Po gas other than oxygen gas, Vllb group gas, such as F, CI or Br, or an inert gas. such as 
He. Ne, Ar, Kr, Xe or Rn gas, may be used for the heat treatment. With these gas mixture atmospheres, such 
elements may diffuse into the core and hence the heat treated core has at its surface portion a 
superconductive oxide having a uniform superconductivity along its axis. Thus, excellent oxide superconduc- 60 
tor may be produced. 

The coating treatment 

After the heat treatment, the core 22 may be subjected to a coating treatment during application of 
ultrasonic waves and thereby a superconducting wire 52 having the core 22 coated with the coating layer 50 is €5 
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obtained as illustrated in FIG. 10. The coating layer 50 may have a thickness about 5jim to about 100um, and 
preferably about 10u. to about SOum. The coating treatment may be made by electroplating, hot dipping and 
similar coating of: a solder, such as of an alloy of zinc and copper and an alloy of tin and lead; a low melting 
point metal, such as aluminum, tin, zinc, lead, indium, gallium and bismuth, an alloy thereof; and a synthetic 

5 resin such as a polyimideamide resin, formal, Teflon resin, nylon and polyvinyl chloride. Metals, such as 
aluminum, having low electric resistance at liquid nitrogen temperature are preferably used for the coating 
mBtal. The metallic coating layer of such metals may be used as a stabilizing layer of the superconductor 
Another specific coating technique is that a powder of such low melting point metals or their alloys Is adhered 
to the surface of the heat treated core 22 to form a coating, which is then sintered. With the coating 50, 

10 elements, such as oxygen, of the superconductive oxide are prevented from leaving It and are protected from 
foreign materials such moisture. Thus, the coating 50 maintains excellent superconductivity for a fairly long 
period of time. The melting temperature of the solders and low melting metals are below about 800 °C, 
preferably below the temperature at which the crystal structure of the superconductive oxide in the core rnav 
be affected. 

15 FIG. 11 Illustrates a hot dipping process, in which the core 22, heat treated, may be continuously passed 
through a molten solder 60, such as of an alloy of zinc and copper or an alloy of tin and lead, in a treating bath 
62, and after a predetermined period of time, It is taken up from the bath 62 and cooled to solidify the solder 60 
adhered to the core 22, so that a superconducting wire 52 having a predetermined thickness of coating layer is 
produced. An ultrasonic wave generator 64 may be mounted to the bath 62 for applying ultrasonic waves 

20 through the molten solder 60 to the core 22 passing through It. By applying ultrasonic waves, air or other 
substances adhered to the core 22 is removed from it for improving wettability thereof, so that the solder 60 is 
strongly bonded to the core. Ultrasonic waves having a frequency of about 5 kHz to about 200 kHz are 
preferably used. 

The coated oxide superconducting wire 52 may further undergo a plating treatment for coating the coating 
25 layer with a metallic layer 70, made of tin, copper or a like metal, to reinforce the core 22 as In FIG. 10. 
As illustrated in FIG. 12, the heat treated core 22 may be coated with a buffer layer 72 for reducing thermai 
stresses which are produced in it when it 4s cooled at liquid nitrogen temperature. In this case, the coating 
layer and metallic layer are omitted. The buffer layer 72 may be made of a substance which is intermediate in 
coefficient of thermal expansion between the heat treated core 22 and the a metallic sheath 74 which will be 
30 described later. The metals or alloys above mentioned may be used for the buffer layer 72. The buffer layer 72 
may be formed by winding a tape, made of such materials, around the heat treated core 22 or placing It to 
surround the core so that the tape extends along the axis thereof. Hot-dipping, vapor deposition and dip 
forming may be also adopted for forming the buffer layer 72. The metallic sheath 74 such as of aluminum and 
copper, may be formed around the buffer layer 72 to form a sheathed superconductor wire 76. The metallic 
35 sheath 74 may be formed by covering the buffer layer 72 with a tube, made of a tape or a thin plate, by means of 
a conventional sheath forming method using dies or forming rolls without forming a gap between the metallic 
sheath 74 and the buffer layer 72. The superconducting wire 76 thus fabricated may be wound around a core of 
a superconducting magnet as a coll or may be used for power transmission. 

40 Production of multifilamentary superconductors 

A plurality of, several tens, coated superconductors 52 are arranged through respective holes 121b which 
are formed through a first separator 121 with regular intervals as shown in FIG. 14. The first separator 121 
makes the coated superconductors 52 straight and places them in parallel to each other. Then, the 
superconductors 52 pass through holes 122b formed through a second separator 122 with predetermined 

45 regular Intervals for arranging them in a bundle 110 with predetermined regular intervals, which this then 
pisses through a molten metal bath 123, which contains a molten metal M which is the same kind of metal as 
the coating metal 50 hereinbefore mentioned. The superconductors 52 enter the bath 123 sealingly through 
bushings of the inlet 124, which keeps the bundle In the predetermined regular intervals, and issue from ft 
through dies of the outlet, the dies sealing the molten metal M. Roller dies are preferably used as the dies of 

50 the outlet tor reducing load which is applied to the superconductors 130 when they come out of the bath 123. 
The bath 123 has a ultrasonio wave generator 126 at the inner bottom thereof for vibrating the molten metal M 
and heaters 127 below the bottom for heating the molten metal M. When the bundle 110 of the 
superconductors 52 issues from the bath 123, the molten metal M, adhered to It, is solidified to form a bundle 
coating 125 coating It, so that a multifilamentary superconducting wire 130, as illustrated in FIG* 15, is 

55 fabricated. When the superconductors 52 have a large mechanical strength, the bundle 110 thereof may be 
twisted for enhancing magnetic stability of the multifilamentary superconductor 130. In such a case, the first 
and second separators 121 and 122 may be synchronously rotated at low speeds for twisting the bundle 110 
between the second separator 122 and the outlet of the bath. The molten metal may be metals previously 
mentioned in connection with the coating metals 50. The multifilamentary superconductor 130 is water cooled 

60 with a water cooling device 128. whBn the bundle coating 125 is made of aluminum, it serves as a stabilizer 
when superconductive state of the superconductor is broken. 

When the coating 50 and the bundle coating 125 are made of different metals, a multifilamentary 
superconductor 132 as illustrated in FIG. 16 is fabricated. In this case, the coating 50 may be formed of a metal 
having a melting point higher than that of the bundle coating 125. 

65 Instead of the coated superconductors 52, uncoated superconductors 22 may be used for producing a 
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muttifilamentary superconductor in a similar manner. 
Other preferred modes of the Invention 

fJ^T bee " dis ° ov ii ered when superconducting materials are calcined or sintered at high temperatures 
\ZrL 5 P T. -} mC ,0r onlar 9 in 9 c, V stal 9rains. clearances between crystal grain may excessively 
r=rt ?.in 5 i ?. su P erc onductors produced may be rather degraded In critical current density. For 
ZioZl l«n^ i»k w™! 9, intern,ediate slnterin 9 sintering operations may be carried out in the 
ha S 9 f t I i h ^ 9h otner P roduc,lon conditions of which description is omitted are the same as as 
n£ ? * desc " bed - 71,6 fillin 9 material may be calcined about 800 to about 950° C for about 6 to 50 hours 
under these conditions, the particle size of the calcined material may be 10 urn or smaller. The calcininq 

Z P *T?e££™ bty T 850 ,0 *"* ab ° Ut 92 °'°- ,his teUmtuCnge. the ceioined matZ 
m^lri^K a part ^ a SEe ° f 5 P™ or smaller, which material facilitates the producing of a superconducting 
^ShTk* 3,26 ° f 1°, |un ° r Sma,,er after "^mediate sintering. In the intermediate sintering, a 
S r^Sy H 6 t P ?K Pa f e . d ' n "S? Same condmons 48 Previously described in the subtitle The filling 
^•r faj J * a L° tne ' nterrned «te sintering at about 800 to about 950°C. preferably 850 to about 
omdS» In^LJ°, ? . ! Ur T l in OXy9en atmos P here *« d then may be gradually cooled to thereby 
Srina SiSSTSSl ~T r ° d - T^ 6 preferab,e temperature range facilitates to produce an Intermediate 
anrf ~ 9 !f Sr*? equaJ to 10 ^ or sma,lar - After ma sheathing, cross-sectional area reduction 

and removing of the sheath, the exposed core undergoes the heat treatment at about 800 to about 950°C 

*° r 920 C ' f ° r 3b0Ut 6 10 35001 50 h0ure in oxyaen atmosphere for producTng^n oxide 20 
superconductor with fine crystal structure. u 

sulmn^M^, mate ^ Wh lu h iS .-^ ade ° f a molten start, "9 ma,erial co "tain excellent oxide 
superconductors and from the solidified material an excellent superconductor with relatively high critical 
current density may be produced. According to this modified method, the superconductor is produced in the 
£Z?J£ SSf^f p ; ev,0USly stated «»e following. The starting material powder, already stated in 2S 

connection with The Ming material-, is calcined at about 750 to about 950°C for about 3 to abut 50 hours and 
^JL PU il / ! nZa . ° 3 P redete rniined particle size. Subsequently, the calcined powder is subjected to 
intermediate sintering at about 800 to about 950° C for about 3 to about 50 hours and men cooled to produce a 
superconductive oxide powder. For producing Bi-Sr-Ce-Cu oxide superconductor, the calcined powder 
^ s T^fv a T" 9 j\ refeTebiy * 89 °" 0 ,or 20 min - and then at 880 °C for 9 hours, after which it so 

l k °f dS su P erconductor . the slow cooling previously described, which includes 
transformation to a rhombic system, is preferably made. The sintered powder Is placed in a platinum or CaO 

SSSXSSStT**? ^ 1300 ° C ™ OXy96n C ° nta,nln9 * 'Produce amolten material 
wh.ch is soHdrfied by rapid cooling to a temperature of about BOO to about 950°C. This rapid cooling may be 
carried out by taking out the crucible, containing the molten material, from the heating appliance and placing it 35 

^J^tl M t B ^ V u th A°^ ,e may be ,0rcedly coo,ed by usin » a coo'laSt After !SSSSi 
the temperature about 800 to about 950°C for about several to about several ten hours, the solidified material 
is cooled to room temperature. The cooling to the room temperature may be rapidly made for Bi-Sr<5a-Cu-0 
system superconductor, the slow cooling as previously described, which Includes transformation to a 

' S rt Pre l erab J e I™ Y " B < a "° U ° Xide au P B rconductor. A surface portion of the solidified material 40 
thus obtained is cut with a thickness 1 mm or smaller, preferably about several urn to about several hundreds 
urn by machining and is then pulverized to produce a surface powder which contains high purity and 
homogeneous superconductive oxide. The remaining solidified meterial is remelted and reused for obtaining 
the surface power in the seme manner. Such a powder may be directly obtained by injecting the molten 
materad into tfw atmosphere i at about 800 to about 950°C with a carrier gas. However, the powder should have 45 
a pa.. ice size o. a«out ssvcibI hundreds urn or smaiier. These powders, obtained from the solidified material 
"IT* 7 e 0 c^ Se t t0 1°™ the bar - sha P ed compact, already stated, which may be heat treated at about 800 to 
about 950 C for about 6 to about 50 in an oxygen etmosphere to increase the content of the oxide 
superconductor. After subjected to sheathing, cross-sectional area reduction and removal of the sheath the 
exposed core is sintered at about 800 to about 950° C for about 6 to about 50 in an oxygen atmosphere. so 

Example 1 

Powders of Y a 0 3 . BaCOa and CuO were mixed at mole ratio Y: Ba: Cu - 1 : 2 : 3 to obtain a starting 
matenal powder mixture, which was calcined at 900°C for 24 hours in the atmosphere and then pulverized to 

Z ^L C ! TnnoJT^ J hiS Ca,C i ne u d P ° Wder *■* pressed ^ a rubber prass to form a compact, which 55 
was heated at 900°C for 24 hours and then gradually cooled to produce a rod containing a superconductive 

°h™, ™^tk U3 i ° h Crt,i0al Current density was about tOA/cmJ. The rod had a sintered density of 
about 75% The rod was inserted into a silver pipe having an outer diameter 10 mm and inner diameter 7mm to 

Yn^Tt; a WM C °' d ,0r ? Sd in a stepwise manner ^ 0 ro,a, y swa S'"0 ™chine as Illustrated in 
- - Tr f produce a composite wire with a diameter 1 .5 mm without breaking. This cold forging was 60 
carried out at a processing speed of 1 m/min with e forging retio of about 204b for each diameter reduction. 
The sintered densrty of the core of the composite was more than about 75<Vb. The silver sheath of the 

aso^q^n^ ™L T° Ved l' acin9 * in nitric acid to e * p03e the core - Tha ax P° s « d core was heated at 
B50 to 950 C for 24 hours and then gradually cooled to room temperature at a speed of -100 o C/hour to 
produce a superconductor. The superconductor exhibited a critical temperature (Tc) of 91 K and a critical 65 
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current density (Jc) of about 10000 A/cm 2 at 77K. This superconductor could be wound around a magnet core 
without crack and showed a sufficient mechanical strength. 

Example 1A 

5 A superconductor was prepared in the same manner and conditions as in Example 1 with the starting 
matenal powders of a particle size about 2 u.m. In this Example, the pulverized, calcined powder had a particl 
size about 10u,and was pressed at 3 metric tons/cm 2 to form the compact, having a green density about 65% 
of the theoretical density, which compact was heated in ambient flowing oxygen of 2 liters/min and 
subsequently gradually cooled at -200°C/hour to produce the superconducting rod which had a sintered 

10 density about 75%. The exposed core was subjected to the final heating in ambient flowing oxygen of about 2 
llters/mln and then gradually cooled to produce an oxide superconductor, of which sintered density was about 
95% of the theoretical density. The superconductor thus produced exhibited a critical temperature of 91K and 
a critical current density of about 10000 A/cm 2 at 77K. 

15 Comparative Tests 1 and 2 

Two oxide superconductors were prepared in the same conditions and manner as the Example 1 except 
that sintered density of compacts for Comparative Tests 1 and 2 were 650/ 0 and 700/o respectively The 
superconductors of Comparative Test 1 and 2 exhibited critical current density of 200 A/cm 2 and 500 A/cm 2 
respectively. 



20 



Example 2 

Powders of Y 2 03, BaC0 3 and CuO were mixed at ratio Y: Ba: Cu - 1 : 2 : 3 to obtain a powder mixture 
which was calcined at 900°C for 24 hours in the atmosphere. This calcined powder was pressed to form a 
compact, which is heated at 900°C for 24 hours and then pulverized. These pulverizing, pressing and heating 
25 operations were repeated three times to produce a superconductive powder containing a superconductive 
oxide YiBa^CuaO™, from which a superconducting powder of 0.5 to 1 jim particle size was obtained by 
coprecipitation method and was pressed by hydrostatic pressing at pressure of 2JS ton/cm 2 to produce a 
rod-shaped compact of 6.5 mm diameter, which was heated at 900°C for 24 hours in an oxygen atmosphere to 
obtain a first sinter, of which sintering density was 75o/o of the theoretical density. The first sinter was inserted 
30 into a silver pipe having the same sliver pipe in Example 1 to form a preform, which was cold forged in the same 
manner as in Example to obtain a 1.5 mm diameter composite wire without breaking thereof. The sintered 
density of the core of the composite wire was about 800/o of the theoretical density. The composite wire was 
subjected to the removing of the silver sheath, the heat treatment and the slow cooling in the same conditions 
as the Example 1 except that the final heat treatment was carried out for 12 hours instead of 24 hours. The heat 
as treated, exposed core was coated with a 1 mm thick solder coating by plating to produce a superconductor. 
The superconductor was equal in superconductivity in critical temperature and critical current density to the 
superconductor of Example 1 and also showed an excellent mechanical strength in winding around a magnetic 

rnrp 



core. 

40 Comparative Tests 3 and 4 

Two oxide superconductors were prepared in the same conditions and manner as the Example 1 except 
that sintered density of the core In the sheath was smaller than 75% and sintered density of compacts for 
Comparative Tests 3 and 4 were 80% and 85% respectively. The superconductors of Comparative Tests 3 
and 4 exhibited critical current density of 200 A/cm 2 and 500 A/cm 2 , respectively. 

45 

Example 3 

Powders of Y2O3 with particle size 4 urn or smaller, BaC03 with particle size T urn or smaller, and CuO with 
particle size 1 urn or smaller, of which each powder had a purity of 99.9<>/b or more, were mixed with a ball mill at 
mole ratio Y: Ba: Cu = 1 : 2 : 3 to obtain a powder mixture, which was calcined at 900° C for 24 hours in 

50 ambient flowing oxygen. This calcined powder was pulverized and then pressed to form a round bar shaped 
compact at 2500 Kg/cm 2 . This series of heating, pulverizing and pressing operations were repeated three 
times to produce a 6.5 mm diameter bar-shaped calcined compact, of which sintered density was about 90% 
of the theoretical density. The rod was inserted into the same silver pipe as in Example 1 and was obtained a 
1.5 mm diameter in the same manner as in Example 1 except for forging ratio of 10% per each pass. The 

55 sintered density of the core of the composite wire was about 80% of the theoretical density. The composite 
wire was subjected to the removal of the sheath, the final heating and slow cooling In the same conditions and 
manner as in Example 1 except that the final heat treatment was carried out at 890 °C for 17 hours. The 
supercondutor thus produced, of which sintered density was 93% of the theoretical density, exhibited a 
critical temperature of 91 K and about 1 1 ,000 A/cm 2 at 77K and also showed an excellent mechanical strength 

60 in winding a magnetic core. 

Example 4 

A calcined compact of which green density was about 62 % was prepared in the same conditions and 
manner as in Example 3, and then heated at 900° C for 24 hours in ambient flowing oxygen with subsequent 
'65 slow cooing to produce a round-rod-shaped intermediate sinter, containing a superconductive oxide 
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YiBa 2 Cu 3 O7^(0 < 6 s 5), otwhich sintered density was about 72%. The intermediate sinter was Inserted into 
a silver pipe having the same silver pipe in Example 1 to form a preform, which was cold forged in the same 
manner as in Example to obtain a 1.5 mm diameter composite wire without breaking thereof. The composite 
wire was subjected to the removing of the silver sheath, the heat treatment and the siow cooling in the same 
conditions as the Example 1 except that the final heat treatment was carried out at 890°C for 17 hours. With 
the final heat treatment, a sinter with a sintered density of about 92% was obtained. The superconductor thus 
produced exhibited a critical temperature of 91 K and about 1 1 ,000 A/cm* at 77K and also showed an excellent 
mechanical strength in winding a magnetic core. 

Comparative Tests 5 and 6 

Two oxide superconductors were prepared in the same conditions and manner as the Example 4 except 
that green density of the calcined compact for Comparative Test 5 and 6 were 50<Vb and 55<Vb, respectively The 
superconductors of Comparative Tests 5 and 6 had sintered density of 80o/ 0 and 85<>/o and exhibited critical 
current density of 200 A/cm* and 500 A/ cm 2 , respectively. 

Example 5 

The compact was prepared in the same conditions and manner as in Example 2 except that the powder 
mixture was calcined In a heating furnace with flowing 100 o/ 0 purity oxygen of 80 cm/min. The pulverizing 
pressing and heating operations were repeated also three times to obtain the compact, which was inserted In 
the same silver pipe as in Example 2 and then diameter reduced by using a rotary swaging machine to produce 
a composite wire with 1.5 mm outer diameter. The sheath of the composite wire was removed with an aoid to 
expose the core, which has heated at 890° C for 17 hours and then gradually cooled to produce a 
superconductor wire, of which critical current density Jc at 77K and oxygen defect rate 6 are given in Table 1. 

Comparative Tests 7-10 

Oxide superconductors were prepared in the same conditions and manner as in Example 5 except that 
calcining was carried out for oxygen concentration of 210/ 0 , which corresponds to the atmosphere, to 80<>/o. 
The critical current density Jc at 77K and oxygen omission rate d of each superconductors are given in Table 1 
from which it would be clear that a superconductor calcined with an oxygen concentration of 90 % or more 
provides excellent superconductivity. ^ 

Table. 1 

Comparative Tests 

Ex.5 7 s 9 10 ^ 

Oxygen 100 80 60 40 21 
Concentra- 
tion^) 

Jc (A/cm 2 ) > 104 2000 1200 920 640 

d 0.05 0.19 0.31 0.35 0.40 40 



i_.Xu.mpiC w 

Powders of Y2O3. BaC0 3 and CuO were mixed at ratio Y: Ba: Cu - 1 : 2 : 3 to obtain a powder mixture, 
which was calcined at 900 c C for 24 hours In ambient flowing oxygen and then pulverized to produce a calcined 
powder This calcined powder was pulverized and then placed within a rubber tube, having 7 mm inner 
diameter, which was in turn pressed by a rubber press at Z5 ton/en^ to form a compact. The compact was 
heated at 900° C for 24 hours. These pulverizing, pressing and heating operations were repeated three times to 50 
produce a sinter with an outer diameter 6.9 mm, of which density was 4.5 g/crrv* The sinter was placed within 
the same silver pipe as in Example 1 and then subjected to cold forging, removal of the sheath and the final 
heat treatment also in the same conditions and manner as in Example 1 except that the core was heated at 
900 C for 12 hours in an oxygen atmosphere. The core thus obtained was coated by plating with a 1 mm thick 
solder protection layer, was carried out at a processing speed of 1 m/min with a forging ratio of about 200/b for 55 
each diameter reduction. The sintered density of the core of the composite was more than about 75<Vb. The 
silver sheath of the composite wire was removed by placing it in nitric acid to expose the core. The exposed 
core^was heated at 850 to 950° C for 24 hours and then gradually cooled to room temperature at a speed of 
-100 9 C/hour to produce a superconductor. By repeating these operations, samples of the superconductor 
was prepared. Densities of the cores after the sheath removal and heat treated are given in Table 2 as well as 60 
its critical current density Jc at 77K. 

Comparative Test 11 

Oxide superconductors were prepared in the same conditions and manner as in Example 6 except that the 
calcined powder was directly inserted into the silver pipe without being pulverized and pressed. The density of 65 
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the core before swaging was 3.5 g/cm 3 . Densities of the core after the sheath removal and heat treated are 
given also in Table 2 as well as its critical current density Jc at 77K. 



Density after 
removal of the 
sheath (g/cm 3 ) 
Density after 
the heat 
treat- 

ment(g/cm 3 ) 
Jc (A/cm2) 



Table 2 
Ex. 6 

4.9-5.1 
5.6-5.9 

7000-10000 



Comparative 
Test 11 

4.CM.3 
5.2-5.4 

40-980 
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35 



40 



Example 7 

Superconductors were prepared in the same conditions and manner as in Example 6 except that the 
diameter reduction was conducted by drawing with a die for each sample. The experimental results are given in 
Table 3. 

Comparative Test 12 

Superconductors were prepared in the same conditions and manner as in Comparative Test 1 1 except that 
the diameter reduction was conducted by drawing with a die for each sample. The experimental results are 
given in Table 3. 

Table 3 



Density after 
removal of the 
sheath (g/cm 3 ) 
Density after 
the heat 
treat- 

ment(g/cm 3 ) 
Jc (A/cm2) 



Ex. 7 Comparative 
Test 12 



4.7-4.9 



5.6-5.7 



1100-2000 



3.9-4.1 



5.0-5.1 



25-640 



45 



50 



60 



Powders of Y2O3, BaC03 and CuO were weighed 9.0791g, 31.7451g and 19.1858g, respectively, so that Y : 
Ba : Cu = 1 :2 : 3 and placed In beaker, into which was poured 80ml of 60% nitric acid aqueous solution for 
completely dissolving the powders to obtain a starting powder solution, to which were added 120g of citric 
acid and fully stirred for complete dissolution. Then, 28% aqueous ammonia was added for neutralization to 
thereby obtain a pale transparent (neutralized) solution of pH 7, which which was subsequently heated at 
200° C with the result after water was evaporated, a porous mass was pyrolized and burnt, so that sponge 
material was obtained, which was confirmed by X-ray diffraction to be a mixture of Y2O3, BaC03 and CuO. The 
mixture was pulverized in an automatic mortar for 30 minutes to produce a powder of a particle size about 0.1 
to about 0.6 u,m t which was calcined for 900°C f or 24 hours in ambient flow oxygen. The calcined powder was 
then further pulverized by a ball mill to produce a pulverized powder, which was pressed at 2.5 metric tons/cm 2 
to form a compact bar, which was in turn heated at 890° C for 12 hours in an oxygen gas atmosphere. This 
series of pulverizing, pressing and heating operations was repeated three times to obtain compact with 63 
mm diameter, which subsequently underwent sheathing, rotary swaging, sheath removing, and final heating in 
the same conditions and manner as In Example 1 except that the final heating was carried out at 890°C for 12 
hours, followed by slow cooling. The composite wire after swaging and the core of the superconductor had 
sintered density of 820/o and 910/ 0 or more, respectively. The superconductor exhibited a critical temperature 
of 91 K and critical current density of about 11000 AVcm 2 at 77K. 
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Example 9 

With control of pH 7 to 8 by adding 28<Vb aqueous ammonia, a precipitation was produced in the citric acid 
added solution which was prepared in the same conditions and manner as in Example 8 except that 70 9548g 
of citric acid was added to the starting material dissolved solution. The precipitation was dried at 150°C and it 
was confirmed by X-ray diffraction that it was a mixture of Y, Ba. Cu and O. The mixture was subjected to 
calcining, pressing, intermediate sintering, sheathing, rotary swaging, sheath removing, final heating and slow 
cooling in the same manner and conditions as in Example 8. This superconductor, thus produced was equal in 
critical temperature and critical current density to the superconductor of Example 8. 

Example 10 

A pulverized, calcined powder was prepared by the same conditions and manner except the powder mixture 
was calcined at 850"C for 24 hours. It was observed by microscopy that the pulverized, calcined powder had 
an average particle size of 5 urn or smaller. The powder was pressed by a rubber press at 2.5 t/cm* to form a 

ImorT 301 ;^ 0 ^ 38 heat6d at 850 ° Cfor 24 nours ln ^ oxygen atmosphere and then gradually cooled at 
-zoo C/hour to produce a round rod intermediate sinter, containing a superconductive oxide YiBaaCuaOr-s of 15 
which average particle size was confirmed to be 10 urn or smaller. The intermediate sinter was sheathed 
underwent rotary swaging, and then removal of the silver sheath in a manner similar to the manner in 
Example 1 to produce an exposed core. The exposed core was subsequently heated at 850° C for 50 hours in 
an oxygen atmosphere and then gradually cooled to room temperature at a speed of -200° C/hour to produce a 
superconductor. The superconductor exhibited a critical temperature of 91K and about 10 000 A/cm* at 77K 20 
and had a density of 5.8 g/cm3 at its superconducting portion. ' 

Comparative Test 13 

An oxide superconductor was produced in the same conditions and manner except that in each of the 
calcining intermediate sintering and the final sintering, the heating temperature was 980° C This 25 
superconductor has a density of 5.8 g/cm3 at is superconducting portion. 

Example 11 

oo£?, Cine ^ P ° Wder was P reDared to tne same conditions and manner as in Example 1 and then heated at 30 
890 C for 14 hours in an oxygen atmosphere to produce YiBa 2 Cu 3 07^ superconductor, which was then 
placed in a platinum crucible, where it was heated at 1300'C in an oxygen atmosphere to melt. The molten 
material was rapidly cooled to 900*C in an oxygen atmosphere and was maintained at this temperature for 10 
hours, after which it was gradually cooled. to room temperature at -200° C/hour to form a solidified material A 
surface layer of the solidified material was taken away and was pulverized to produce a powder, which was 35 
pressed with a rubber press to form a rod compact having 8 mm diameter. This rod was sheathed with a silver 
pipe having 15 mm outer diameter and 10 mm inner diameter to form a preform, which was diameter reduced 
by rotary swaging machine and drawing die for 1.0 mm diameter composite wire. The silver sheath was 
removed by dissolving with a dilute nitric acid for exposing the core, which was then heated at 890° C for 3 
hours in an oxygen atmosphere to produce an oxide superconductor. This superconductor exhibited critical 40 
current density (Jc) of 1 .6 x 10* A/cm* in zero magnetic field and 1 2 x 1 0< A/cm* in 2T magnetic field. 

Example 12 

Powders of Y2O3 with particle size 4 urn. BaCOs with particle size 1 urn. and CuO with particle size 1 11m 
were mixed with a ball mill at mole ratio Y: Ba: Cu - 1 : 2 : 3 to obtain a powder mixture, which was calcined, 45 
pulverized and then pressed to form a bar shaped compact in the same conditions and manner as in Example 
3. This senes of heating, pulverizing and pressing operations were repeated to produce a 6.9 mm diameter 
compact, of which sintered density was about 780/o of the theoretical density with critical current density of 
about 40 A/cm*. This compact was sheathed and underwent rotary swaging, removal of the sheath the final 
heating and slow cooling in the same conditions and manner as in Example 3 except for forging ratio of 20Q/b 50 
per each pass. The green density of the core of the composite wire after the rotary swaging was 82 0/0 and the 
sintered density of the superconductive core was about 91.5 o/o of the theoretical density The core was 
coated with 1 mm thick protective coating by solder coating. The superconductor thus produced exhibited a 
critical temperature of 91 K and a critical current density of about 11.000 A/cm* at 77K and also showed a 
sufficient mechanical strength in winding a magnetic core. 55 

Example 13 

The starting material powder of Example 1 was calcined at the same temperature for 12 hours and then 
pulverized to form a calcined powder, which was heated at 890°C for 12 hours at ambient flowing oxygen of 2 
liters/min. The heated powder was charged into a silver pipe having an inner diameter 7 mm and outer 7 mm 60 
with a 2 mm diameter silver core wire inserted into it to thereby obtain a preform, which was rotary swaged in a 
stepwise manner to have a diameter 1.4 mm with a forging ratio of about 10 0/0 for each pass at a processing 
speed of 1 m/mm. The composite wire thus obtained underwent sheath removal, final heating, and slow 
"r?/L n the Sam& conditions and manner as in Example 1 except that the slow cooling was carried out at 
-dW C/hour to produce an oxide superconductor, which was then coated with a protection coating layer by 65 
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15 



SO m!» P J 9 J,° ? btain a su P ercondu ctmg wire with an outer diameter 1 mm. The superconducting, wire 
exhibited a critical temperature of 92K and a criticaJ currant density of about 12,000 A/cm 2 at 77K This 
superconductor could be wound around a magnet core without any substantial crack and showed a sufficient 
mecnanical strength. 

Example 14 

The starting material powder mixture of the Example 1 was calcined, pulverized and then pressed at 2 5 
metric tons/cm 2 to form a rod compact in the same conditions and manner as in Example 1 except that the 
pulvenzed calcined powder was charged into a rubber tube with inner diameter 7 mm and outer diameter 10 
mm which was then placed within a vacuum chamber held at a vacuum level about 10-4 mmHQ , n ms 
cMhfJ Til ! ®, ? bber J u 4 be ™* sealed the " Pressed to form the rod compact, which was subsequently 
inJ t ?w intermediate sintering, sheathing, rotary swaging, sheath removing, final heating and then slow 

imsmlJ^ 8nd mann8r M in 1 except tnat tne rod c « underwent" 

intermediate sintering for 12 hours in an oxygen atmosphere. The superconductor, thus obtained, exhibited a 
critical temperature (Tc) of 91K and a critical density (Jc) of about 11,000 A/cm2 at 77K. 

Example 15 

The starting material powder mixture was calcined at 700° C for 24 hours and then calcined 900° C for 24 
on o!n rS 1° pr ° ducta c ? A cined P° wder » whicn was tner » charged into a silver pipe having an inner diameter 7 mm 
«nf. k dia ™! ter 10 mm Xo J om a Preterm, which was subjected to rotary swaging, sheath removing and 
final heating In the same conditions and manner except that the preform was diameter reduced to a diameter 
of 1.4 mm. In the rotary swaging, the preform was cold forged by changing traveling direction for each passing 
The composite wire, thus formed, had a core with a diameter 0.8 mm. The superconductive core wire produced 
was coated with a 1 mm thick protection coating by solder plating. The superconductor was equal in critical 
25 temperature and critical current density to the superconductor of Example 1 and also showed sufficient 
mechanical strength. 

Example 16 

A superconductive core wire was prepared In the same conditions and manner as in Example 1 except that 
30 after the rubber pressing, the rod compact was heated at 900° C for 24 hours in an oxygen atmosphere to 
produce a compact having a diameter 6.9 mm, of which sintered density was 78% of the theoretical density 
The compact was then subjected to sheathing, rotary swaging, sheath removing and final heating In the same 
conditions and manner as in Example 1 except that the final heating was made at 900° C for 24 hours The 
composite wire had a core of 82<Vo green density of the theoretical density and the superconducting core had a 
35 sintered density of 91.50/o of the theoretical density after the final heating. The superconductive core was 
coated with a 1 mm protective coating by solder plating to produce a superconductor, which was equal in 
crttical temperature and critical current density to the superconductor of Example 1 and also showed a 
sufficient mechanical strength in winding a magnet core. 

40 Example 17 

An oxide superconductor was produced in the same conditions and manner as in Example 2 except that the 
rod-shaped compact, formed by the hydrostatic pressing, had a diameter 7 mm and length of 100 mm, that the 
preform was diameter reduces so that the composite had a diameter 3 mm and length of about 234 m The 
superconductor had a critical temperature of 91 K and crttical current density of about 110Q0O A/cm 2 . An 
45 excellent cutting was made to the superconductor by a diamond cutter with little cracks due to the cutting. 

Example 18 

A superconducting powder Including YiBa^CuaOz-s (0 S 6 £ 5) was charged into an aluminum pipe having 
10 mm outer diameter and 6 mm inner diameter to form a preform, which was diameter reduced by rotary 
SO swaging in a stepwise manner to form a composite with 1 .5 mm outer diameter, which was in turn immersed in 

on ft S °f Um hydroxide for dissolving the aluminum sheath to expose the core. The exposed core was heated 
at 900 C for 5 hours in an oxygen atmosphere for producing an oxide superconductor, of which critical current 
density at 77K is given in Table 4. 

S5 Comparative Tests 14 and 15 

An aluminum sheathed composite wire was prepared In the same conditions and manner as in Example 18 
and removed by dissolving with 50<Vb sulfuric acid to obtain an exposed core for Comparative Test 14. Another 
composite wire was prepared for Comparative Test 15 in the same conditions and manner as in Example 18 
except that a silver sheath of the same configuration was used. The silver sheath was removed with 50o/o nitric 

60 acid aqueous solution to exposed its core. The two exposed cores were heat treated in the same conditions as 
in Example 18 to produce superconductors, each of which had critical current density at 77K as given in Table 
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Table 4 

Comparative Tests 
Ex. 18 14 15 

Critical 5 
current 

density (x 23 4.9 5.2 

103 A/cm 2 * 

10 



Powders of Y 2 0 3 (purity: 99.99o/o). BaC0 3 (purity: 99.90/ 0 ) and CuO (purity: 99.90A)) were weighed so that Y : 
t : Cu - 1 : 2 : 3 in mole ratio, and then mixed to obtain a powder mixture, which were calcined at 900° C f 



20 



Example 19 
I 

2? k i»uu. anu men mixea to ODiain a powder mixture, which were calcined at 900°C for 75 

24 hours in the atmosphere and then pulverized to produce a superconducting powder which includes an 
oxide superconductor YiBa 2 Cu307.6. The superconducting powder was pressed by a rubber press into a rod 
compact, which was heated at 890° C for 12 hours in ambient flowing oxygen gas of 2 litera/min to produce a 
sintered compact, which was in turn inserted into a copper pipe, having an inner diameter 8 mm and outer 
diameter 15 mm to form a preform. Subsequently, the preform was dawn into a composite wire having an outer 
diameter 1 .5 mm and length 500 mm. of which core had a diameter of 0.8 mm. The composite wire was wound 
around a reel and introduced at a speed of 20 mm/min into a heating tube as shown in FIG. 8. where it was 
induction heated to melt the sheath for exposing the core. The heating tube had five high frequency induction 
coils of which first one had a length L1 of 0.5 m and the others had a length L2 of 3 m. Each coil was supplied 
with 30 kHz to 100 kHz of alternating current. Thus, the coils were adjusted so that the first coil with 0.5 m 25 
length was provided with an output of 50 kW for enabling to melt the copper layer, which coated the core of the 
composite, and the other coils were provided with outputs of 20-100 kW for heating the exposed core of the 
composite at a temperature 890 D C ± 5°C. In the slow cooling portion 42B of the heating tube had a length 
L3 5 m for gradually cooling the heated core. In the induction heating, the inside of the heating tube was placed 
in an oxygen atmosphere by introducing hot oxygen gas at a flow rate of 2 liters/min via oxygen supply tubes 30 
36. A receptacle 44 of FIG. 9 was located below the heating tube 40 for recovering copper molten from the 
composite 6. After the heat treatment, the heated core was introduced through the bottom of the treating bath 
E and then issued from the top thereof. During moving in the bath E. the core passed through molten Sn-Pb 
solder during which ultrasonic waves were applied to it with frequency 60 kHz and output 10W. After Issuing 
from the bath, the core was cooled so that a superconductor wire coated with about 50 u.m solder coating was 35 
produced. No breaking of the superconductor wire was noted. The core of the superconductor had a critical 
temperature of 91.0°C and critical current density of about 15000 A/cm* in liquid nitrogen. 

Example 20 

An oxide superconductor was produced in the same manner and conditions as in Example 12: the starting 40 
matenal powder mixture was calcined in ambient flowing oxygen of 1 liter/min; and the final heating was made 
also in ambient flowing oxygen of the same flow rate. This superconductor was equal in critical temperature 
and critical current density to the superconductor of Example 12. 

Example 21 

The starting material powder mixture was calcined, pulverized, pressed and heated in the same manner and 
conditions as in Example 1 except that the compact was heated at 890°C for 14 hours in an oxygen 
atmosphere. The intermediate sinter, thus obtained, was sheathed with a silver pipe having a 10 mm outer 
diameter and a thickness 1.5 mm and then subjected to rotary swaging to form a composite wire with a 1 .0 mm 
diameter . which was placed in a 50 <Vb nitric acid aqueous solution for removing the silver sheath to expose the so 
core. The exposed core was heated at 890° C for 12 hours in an oxygen atmosphere and then gradually cooled 
to produce an superconducting core, which was then coated with about 10 to about 20 urn aluminum coating 
by placing it within an aluminum bath which was being vibrated with 20W 60kHz ultrasonic wave generator. 
Fifty superconducting core wires of this example were prepared and pulled to pass through the first and 
second separators, as in FIG. 14, which were rotated at a low speed for twisting, into an aluminum bath with an 55 
ultrasonic wave generator and then to issue from it for solidifying the molten aluminum adhered to the core 
wire to form a multifilamentary superconductor with an aluminum stabilizer, which exhibited a critical 
temperature (Tc) of 91 K and a critical current density (Jc) of about 11,000 A/cm 2 at 77K. 

Example 22 6Q 

BaCQ3 and CuO powders, having a particle size about 3 jim. were mixed so that Ba:Cu-2:3 at mole ratio, 
the mixture was then calcined at B80°C for 10 hours in atmospheric air to produce a calcined powder, having a 
composition of BaaCuaOs. The calcined powder was pulverized to a particle size about 10 ujn and then mixed 
with both Tl 2 0 3 and CaO powders, having a particle size about 3 ]im to form a mixture so that 65 
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Tl:Ca:Ba:Cu~2:2:2:3 at mole ratio. The starting material thus prepard was pressed to form a compact with a 
green density 75% of the theoretical density, which was then heated at 870° C for 1 hour in ambient flowing 
oxygen 2 liters/min, followed by slow cooling at -200° C/hour to thereby produce an intermediate sinter having 
a composition H 2 Ca2Ba2Cu30j (J undetermined) and a sintered density of about 85<Vb of the theroretlcal 

5 density. The Intermediate sinter was inserted into a silver pipe having an outer diameter 10 mm and a thickness 
1.5 mm to form a preform, which was diameter reduced by a rotary swaging machined to 0.5 mm diameter 
composite wire, which was then immersed in a dilute nitric acid to remove the silver sheath for exposing the 
core, which was in turn heated at 870° C for 30 minutes in ambient flowing oxygen gas of 2 llters/mln to thereby 
produce a superconductor, having a composition TfcCaiaBaaCuaOj (j undetermined) and a sintered density 

10 about 92<Vb of the theoretical density, which had a critical temperature of 1 20K and critical current density of 2 x 
10« A/cm 2 at 77K. 

Example 23 

Solutions of nitrates of Bi, Pb, Sr, Ca and Cu were mixed so that Bi:Pb:Sr:Ca:Cu~ 1.4:0.6:2:2:3 at mole ratio, 
15 and then ammonium oxalate was added to coprecipitate oxalates of the superconductor materials, which were 
dried to obtain a powder mixture with a particle size about 0.1pm, which was in turn calcined at 820°Cfor 12 
hours in atmospheric air to produce a calcined powder. The calcined powder was charged into a silver pipe, 
having an outer diameter 10 mm and a thickness 1 .5 mm, to form a preform, which was then diameter reduced 
by a rotary swaging machine to form a 1.5 mm diameter composite wire, having a 0.8 mm diameter core of a 
20 green density 85Q/o of the theoretical density, which was then passed through high frequency induction coils to 
remove the silver sheath for exposing the core. Subsequently, the exposed core was heat treated at 850° C for 
50 hours in atmospheric air to thereby produce a superconductor having a composition Bi2PbuSF2CazCu30v(u 
and v undetermined) and a sintered density of about 95Vo of the theoretical density, which was then coated 
with a 1 mm thick ceramics solder protection coating in a solder bath, containing a molten ceramics solder 
25 which includes lead, zinc, tin, aluminum, antimony, titanium, silicon, copper and cadmium, during application of 
60 kHz ultrasonic waves at 10W output to the surface of superconductor. The coated superconductor had a 
critical temperature of 105K and critical current density of 1 x 10 4 A/cm 2 at 77K. 



30 

Claims 



1. A method of producing a superconducting wire including a superconductive oxide represented by 
35 the formula 

AxByC2D7-« 

provided that the A is at least one selected from the group consisting of Sc r Y, La, Ce, Pr, Nd, Pm, Sm, Eu, 
Qd, Tb, Dy, Ho, Er, Tm, Yb and Lu, the B is at least one selected from the group consisting of Be, Sr, Mg, 
Ca, Ba and Ra, the C includes Cu, the D includes O, about 0.1 ^ x £ about 2.0, about 1 3 y £ about 3, 
40 about 1SzS about 3, 0 < 6 3 5, or by the formula 

AxByCaaCuiOj 

provided that the A includes Bi or TV, the B includes Sr or Ba, about 1 < x < about 3, about t £ y ^ about 
3, about G < z ^ about 3 and about 0 ^ .i ^ about 4, comprising the steps of: 

(a) charging into a metallic pipe for forming a preform at least one filling material selected from the 
45 group consisting of: a starting material powder of the superconductive oxide; a powder of the 

superconductive oxide; and a compact, made of the starting material powder and/or the 
superconductive oxide powder; 

(b) reducing in cross-sectional area the preform for forming a composite including a core, made of 
the at least one filling material, and a metallic sheath covering the core; 

SO (c) removing the metallic sheath of the composite, cross-sectional area reduced in the step (b), for 

exposing the core ; and 
(d) heat treating the exposed core for producing the superconductive oxide. 

2. A method as recited in Claim 1 , wherein the superconductive oxide is represented by the formula 
AxByCazCuiOj 

55 wheretheAisTI,theBisBa t x - 2,y - 2,z - 1 or 2 and i - 2,3or4. 

3. A method as recited In Claim 1 , wherein the superconductive oxide is represented by the formula 
AxByCazCuiOj 

where the A is BI, theBisSr.x - 2,y - 2,z - 1 or2andi = 2or3. 

4. A method as recited in Claim 1 , wherein the metallic sheath removing step (q) comprises the steps of 
60 dipping the metallic sheath in a treating liquid for melting the metallic sheath to remove from the core and 

then taking out the metallic sheath removed core from the treating liquid. 

5. A method as recited in Claim 4, after the taking out step, further comprising the step of preventing 
the treating liquid, adhered to the core, from adversely affecting the core. 

6. A method as recited in Claim 5, wherein the metallic pipe is made of an alkali soluble metaJ selected 
65 from the group consisting of aluminum, Iron and their alloy, and wherein the treating liquid is an aqueous 
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solution of an alkali which dissolve the alkali soluble metal. 

7. A method as recited In Claim 6, wherein the adverse affection preventing step comprises the steps of 
neutralizing the the alkali aqueous solution adhered to the core, and after the neutralization step further 
comprising the step of coating the core with a protection layer for stabilizing the superconductor in 
performance. 

8. A method as recited in Claim 1, wherein the metallic sheath removing step (c) comprises the step of 
machining the metallic sheath for removing thereof. 

9 A method as recited in Claim 1, wherein the metallic sheath removing step (c) comprises the step of 
high frequency induction heating the composite for melting the metallic sheath to thereby remove the 
metallic sheath. " 1 

10. A method as recited in Claim 8, wherein the heat treating step (d) comprises high frequency 
induction heating the exposed core for producing the oxide superconductor. 

11. A method as recited in Claim 10. wherein the metallic sheath removing step comprises the step of 
preparing a high frequency induction heating coil, further comprising the step of energizing the induction 
heating coil, and wherein the metallic sheath removing step and the heat treating step are carried out bv 15 
passing the core through the induction heating coil. 

1 2. A method as recited in Claim 1 1 . wherein the A is Y. the B is Ba, x - 1 . y - 2, z - 3 and 5 - about 0 and 
wherein the heat treating step comprises the step of gradually cooling the core, in which the oxide 
superconductor has produced, for transforming a crystal structure of the superconductor from a cubic 
system to a orthorhombic system. 

13. A method as recited in Claim 12. wherein the induction heating coil preparing step comprises the 
step of holding the induction coil with an axis thereof vertically arranged, and wherein the core vertically 
passes through the the Induction coil. 

-Ii^ meth0d 03 reclted ™ Clalm ^^e^in the heat treating step (d) is carried out at about 800 to about 
1000° C for about 1 to about 500 hours. 

15. A method as recited in Claim 14. wherein the heating step (d) is carried out for forming a spherical 
crystal structure of the oxide superconductor. 

16. A method as recited in Claim 15. wherein the heating step (d) is carried out at about 850 to 920 ° c for 
about 1 to about 100 hours. 

17. A method as recited in Claim 1. after the heating step (d). further comprising the steps of applying 30 
ultrasonic waves to the core for improving wettability thereof and forming a protection coating over the 

core while the ultrasonic waves are applied. 

18. A method as recited in Claim 17, wherein in the ultrasonic waves applying step, the ultrasonic waves 
have a frequency of about 5 to about 200 kHz. 

19. A method as recited in Claim 1, after the heating step (rt), further comprising the steps of: preparing a 35 
plurality of cores heat treated in the step (d) ; bundling the prepared cores into a core bundle ■ passing the 

core bundle through a molten metal for adhering the molten metal to each of the cores of the core bundle, 
the molten low melting point metal has a melting point below a temperature at which the heat treatment is 
carried out; and cooling the molten metal adhered core bundle for burying the core bundle in the cooled 
molten metal to thereby form a multicore suprconducting wire. 40 

20. A method as recited in Claim 19, wherein the low melting point metal is a metal selected from the 
group of consisting of aluminum, tin, zinc, indium, gallium, lead, and bismuth. 

21 . An oxide superconductor produced by the method of one of Claims 1 to 20. 
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